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Depolymerization method 



Field of the invention 

The present invention is directed to a method for depolymerizing starch. 
5 Background art 
Starch 

Unlike other carbohydrates and edible polymers, starch occurs as discrete particles 
called starch granules. These are generally composed of two type of molecules, 
amylose and amylopectrn. Of these, amylose is a linear (l,4)-a-D-glucaii, while 
10 amylopectin is a branched, bushlike structure containing both (l,4)-a-D linkages 
between D-glucose residues and (l,6)-a-D branch points, Ullmanns Encyclopedia 
of Industrial Chemistry, Vol A25, 1994, p. 1-18, Following formulae depict 
representative structures of amylose and amylopectin. 




OH OH OH 



Representative structure of linear amylose 




OH OH OH 



Representative structure of amylopectin, including (1,6)-a'branch point 
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Normal starches contain approximately 75% amylopectin molecules the rest 
consisting of amylose. Amylopectin is a very large molecule with molecular masses 
ranging from one to several millions. Linearly structured amylose is considerably 
smaller and the molecular masses usually fall in the range of 5000 - 200000. 

5 Commercial starches are obtained from seeds, particularly com, wheat, rice, tapioca 
anrowroot, sago, and potato. Especially in Scandinavia, also barley is utiUzed as a 
native starch source. Among these, the starch granules vary in diameter from 1- 
100 ^m. Rice starch has the smallest granules (3-9 Jim), potato starch ranges 
between 15-100 |im and com starch granules are 5-26 jim with an average diameter 
10 of 15 (im. Additionally, wheat starch granules are typically from 3 to 35 jim and 
corresponding barley starch from 5 to 35 jim. Kirk-Othmer, Encyclopedia of 
Chemical Technology, 1997, 4th edition, Vol 22, p. 699-719 and Ketola H, 
Andersson T, Papermaking Chemistry, 1999, Book 4, p, 269-274. 

Due to their extremely high molecular masses as well as chemical composition 
consisting of both amylose and especially bushlike amylopectin, these branched 
polysaccharides are practically insoluble into other solvents than water. And in 
water, the starch granules must be cooked before they will release their water- 
soluble molecules. In general, they do not form true solutions in water because of 
their molecular sizes and intermolecular interactions; rather they form molecular 
dispersions. Most starch derivatives can be prepared from any native starch but, for 
reasons of solublity and molecular size, they are mainly produced from potato 
starch and, in the United States, from waxy maize starch. 

Above a certain temperature, characteristic for each type of starch and known as 
gelatinization temperature, the starch grains burst and form a gel The viscositity 
increases to a maximum, and then decreases asymptotically to a limiting value as 
the solubilized polymer molecules in water disperse. Complete solubilization of 
individual molecules of a starch grain only occurs above 100°C, Ullmanns 
Encyclopedia of Industrial Chemistry, Vol A26, 1995, p, 246-248. 

The effect of thermal treatment on starches depends strongly on whether it occurs in 
30 excess water, limited water, under pressure, or in extmsion cooking. In excess water 
it appears that starch swelling is a two-stage process consisting of initial granule 
swelling followed then by granule dissolution. Both of these steps are irreversible. 
In limited water, thermal responses have been interpreted as being due to starch 
crystallite melting. When extrusion cooking is applied, starch granules are torn 
35 physically apart, allowing thus more rapid penetration of water into the granule. In 
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contrast to normal gelatinization, starch fragmentation (dextrinization) appears to be 
the predominant reaction during extrusion, Kirk-Othmer, Encyclopedia of Chemical . 
Technology, 1997. 4th edition, Vol. 22, p. 699-719. 

Starch depolymerization 

5 Depolymerization can be achieved by acid hydrolysis; enzymatic, 
thennomechanical or themiochemical conversion; or by pyroconversion. 

Acid-modified starch is prepared today by heating a starch slurry with 36-40% 
solids content to 40-60°C (below the gelatinization temperature of the starch) with 
hydrochloric acid or sulphuric acid (pH < 3) for one to 30 hours. When the desired 
10 degree of hydrolysis is achieved, the acid is neutralized, and the granular modified 
starch is filtered, washed and dried, Ullmams Encyclopedia of Industrial 
Chemistry, Vol. A25, 1994, p. 75 and Ketola H, Andersson T. Papermaking 
Chemistry, 1999, Book 4, p, 269-274, 

Acid modified, or thin-boiling starch has considerably lower molecular mass than 
15 native starch. For example, the DP of potato starch, which is initially 1630, drops to 
990 after 4h treatment with 0.2 N HCl at 45°C. Acidic treatment below tiie 
gelatinization temperatures initially attacks amorphous regions of the granule but 
leaves the crystalline regions relatively unaffected. For example in com starch 
modification, amylopectin is more extensively depolymerized than amylose, Kirk- 
20 Othmer, Encyclopedia of Chemical Technology, 1997, 4th edition, Vol. 22, p, 699- 
719. 

In enzymatic conversion starch is treated with for example a-amylase at 80°C. The 
conversion depends on several factors affecting the enzyme activity. The enzyme 
activity must be destroyed when appropriate hydrolysis product is achieved. If not, 
25 the conversion of starch will continue. Mere thermomechanical conversion at 150 to 
170°C will only result in slight hydrolysis, while thermochemical conversion 
wherein the cooking at 120 to 150°C is assisted with an acid or an oxidant results in 
a more powerfiil hydrolysis of starch. 

The previous examples have only described partial depolymerization aiming mostiy 
30 in rheological modification of starch. The hydrolysis can also result in monomeric 
or oligomeric sugars. In the United States, today's fuel ethanol is derived almost 
entirely from the starch (a biopolymer of glucose) contained in com. The ability to 
commercially produce sugars firom starch is the result of one of the earliest 
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examples of modem industrial enzyme technology — ^the production and use of a- 
amylases, glucoamylases and glucose isomerase in starch processing. 

Pure amylopectin 

Recent genetically modified plants can produce a starch made of pure amylopectin. 
5 The properties of pure amylopectin and its chemical derivatives are expected to be 
different and remarkably improved compared to those of the starch chemical 
derivatives marketed today for example for the paper and food industry. 

Ionic liquids 

The literature knows many synonyms used for ionic liquids. Up to date, "molten 
10 salts" is maybe the most broadly applied term for ionic compounds in the liquid 
state. There is a difference between molten salts and ionic liquids, however. Ionic 
liquids are salts that are liquid aroxmd room temperature (typically -100°C to 200°C, 
but this might even exceed 300°C) (Wassercheid, P.; Welton, T., Ionic Liquids in 
Synthesis 2003, WILEY-VCH, p. 1-6, 41-55 and 68-81). Therefore, the terai RTIL 
15 (room temperature ionic liquids) is commonly applied for these solvents. 

RTILs are non-flammable, non-volatile and they possess high thennal stabilities. 
Typically, these solvents are organic salts or mixtures consisting of at least one 
organic component. By changing the nature of the ions present in an RTIL, it is 
possible to change the resulting properties of the RTILs. The lipophilicity of an 
20 ionic liquid of a RTIL is easily modified by the degree of cation substitution. 
Similarly, the miscibility with water and other protic solvents can be tuned from 
complete miscibility to almost total immiscibiUty, by changing the anion 
substitution. 

All these variations in cations and anions can produce a very large range of ionic 
25 liquids allowing the fine-tuning for specific applications. Furthermore, the RTILs 
are relatively cheap and easy to manufacture. They can also be reused after 
regeneration. 

Microwaves 

* 

It is known from the recent literature concerning organic synthesis that the reaction 
30 times of the organic reactions are remarkable reduced when the energy necessary 
for the occurrence of the reaction is introduced to the system by using microwave 
irradiation. The commonly used frequency for microwave energy is 2.45 GHz. 
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There is a wide and continuously increasing literature available in the area of using 
microwave techniques in organic synthesis. An example of a short summary article 
of this topic was pubUshed by Mingos in 1994 (D. Michael P. Mingos; "Microwaves . 
in chemical synthesis" in Chemistry and industry 1. August 1994, pp. 596-599). 
5 Loupy et al have recentiy pubUshed a review concerning heterogenous catalysis 
under microwave irradiation (Loupy, A,, Petit, A., Hamelin, J., Texier-BouUet, F., 
Jachault, P., Mathe, D.; "New solvent-free organic synthesis using focused 
microwave" in Synthesis 1998, pp. 1213--1234). Another representative article of 
the area is published by Strauss as an invited review article (C.R. Strauss; "A 
10 combinatorial approach to the development of Environmentaly Beiiign Organic 
Chemical Preparations", Aust. J. Ghent 1999, 52, p. 83-96). 

Summary of the invention 

It is an object of this invention to provide a method for selective or quantitative 
depolymerization of starch, which method further accomplishes the fine-tuning of 
15 the molecular weight of starch composites. 

* 

The present invention is based on the surprising discovery that starch dissolved in 
an ionic liquid can by depolymerized, even without any acid or base catalyst or 
enayme. Depending on the temperature and agitation time, the method 
accomplishes an efficient, gentle, environmentally benign and above all economical 
20 depolymerization of either amylose selectively or both amylose and amylopectin to 
yield pure amylopectin and sugars in the former and sugars only in the latter case. 

The amylopectin preserved in selective depolymerization of amylose can be 
efficiently and economically precipitated from the ionic liquid solution by adding a 
non-solvent for the product. Further, the sugars (maltose, maltotriose, maltotetrose 
25 etc.) obtained from partial or quantitative depolymerization of starch can be 
separated efficiently and economically from the depolymerization medium by 
adding a non-solvent for the products or by extraction with an appropriate non- 
solvent to the ionic Uquid solvent. 
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Brief description of the drawings 

In the enclosed drawings Fig. 1 shows a spectnun obtained by GPC analysis of 
native starch, and Fig. 2a, 2b and 2c show spectra obtained by GPC analysis of 
starch samples dissolved and heated for various periods of times at different 
5 temperatures in an ionic liquid (BMIMCl). 

Detailed description of the invention 

According to the invention there is provided a method for depolymerization of 
starch, said method comprising mixing a starch material with an ionic liquid solvent 
to dissolve the starch, and then treating the dissolved starch by agitating at a 
10 temperature and for a period for time to effect depolymerization of the starch into 
desired depolymerization products. Thereafter the desired depolymerization 
products can be separated from the solution. 

The starch material can be any untreated or treated starch material, such as native 
starch or partially hydrolyzed starch. The starch can be derived from e.g. com, 
15 wheat, rice, tapioca arrowroot, sago, potato or barley. 

The depolymerization is preferably carried out without an acid or base catalyst or an 
enzyme. However, it is also possible to assist the depolymerization with an acid or 
base catalyst or an enzyme. 

The dissolution and depolymerization of the starch can be assisted by applying 
20 microwave irradiation and/or pressure. 

The pressure is preferably at most 2.0 MPa and more preferably between 1.5 MPa 
and 2.0 MPa. 

« 

The dissolution of the starch can be carried out at a temperature between 0°C and 
250''C, preferably at a temperature between 10°C and 170°C, such as between 20''C 
25 and 130°C. If microwave irradiation is applied, the heating can be carried out be 
means of this irradiation. The solution is agitated until complete dissolution is 
obtained. 

The depolymerization temperature is preferably at least 70°C, more preferably at 
least 80°C. The depolymerization temperature can be between 70°C and 
30 preferably between 80°C and 170°C. The depolymerization time is preferably at 
least 30 minutes. The depolymerization time can be between 5 minutes and 10 
hours. 
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According to one embodiment of the present invention the starch is depolymerized 
selectively such that the amylose of the starch is depolymerized into sugars and the 
amylopectin of the starch is retained essentially unchanged. 

According to another embodiment of the present invention the starch is 
S depolymerized quantitatively such that both the amylose and the amylopectin of the 
starch are depolymerized into sugars. 

In the dissolution no auxiliary organic solvents or co-solvents, such as nitrogen- 
containing bases, e.g. pyridine, are necessary. 

The dissolution and depolymerization are carried out in the substantial absence of 
10 water. The phrase "in the substantial absence of water" means that not more than a 
few percent by weight of water is present. Preferably, the water content is less than 
1 percent by weight. 

The starch can be present in the solution in an amount of about 1% to about 35% by 
weight of the solution. Preferably the amount is from about 10% to about 20% by 
15 weight. 

The ionic Uquid solvent is molten at a temperature between -100°C and 200°C, 
preferably at a temperarure of below 170°C, and more preferably between -50°C 
and 120X. 

The cation of the ionic liquid solvent in preferably a five- or six-membered 
20 heterocyclic ring optionally being fused with a benzene ring and comprising as 
heteroatoms one or more nitrogen, oxygen or sulfur atoms. The heterocyclic ring 
can be aromatic or saturated. The cation can be one of the following: 
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Pyridinium 
Imidazolium 



Pyridazinium 

R3R4 

r2 - V^rs 

Pyrazoiium 
Rt^__^R3 

R' N 



1 ,2,3-Triazolium 



Pyrimidinium 

M 

R'' 

Oxazolium 
1,2,4-Triazolium 





R^^K ,R® 
Ri+ r2 

Piperidinium 



r6'-^-Y"''^R1 
r7 R8 

Isoquinolinium 

Ri +^r2 
Pyrrolidinium 



: (111 

Pyrazinium 



Thiazolium 



wherein and are independently a Ci-Ce alkyl or Ca-Ce alkoxyalkyl group, and 
R^ R^ R^ R^ R\ R^ and R^ are independently hydrogen, a CpCe alkyl, C2-C6 
alkoxyalkyl or Ci-Ce alkoxy group or halogen. 

In the above formulae R^ and R^ are preferably both CrC4 alkyl, and R3-R9, when 
present, are preferably hydrogen. 

Ci-Ce alkyl includes methyl, ethyl, propyl, iso-propyl, butyl, sec-butyl, tert-butyl, 
pentyl, the isomers of pentyl, hexyl and the isomers of hexyl 

CpCe alkoxy contains the above CpCe alkyl bonded to an oxygen atom. 

C2-C6 alkoxyalkyl is an alkyl group substituted by an alkoxy group, the total 
number of carbon atoms being from two to six. 
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Halogen is preferably chloro, bromo or fluoro, especially chloro. 



Preferred cations have following formulae: 



R3 

Imidazolium 


R^^R'* 

R^^R^ 
Pyrazolium 


R= R3 

r" 

Qxazolium 




Rl-'^^^'^^R^ 


Ri 

1 


R3 R2 

R^ N R^ 


R^^^ R^ 

M ■ 


2 

1 ,2,3-Triazolium ^ 


1 ,2,4-Trlazolium 


R'^ 

Thiazolium 


wherein Rf-R^ 


are as defuied above. 






An especially preferred cation is the imidazolimn cation having the formula: 




Rt^J^^ 







R3 



wherein R^-R^ are as defined above. In this formula R^-R^ are preferably each 
hydrogen and R' and R^ are independently Ci-Ca aUq^l or Ca-Ce alkoxyalkyl. More 
preferably one of R* and R^ is methyl and the other is CrCe alkyl. In this formula 
10 R can also be halogen, preferably chloro. 

The anion of the ionic liquid solvent can be one of the following: 

halogen such as chloride, bromide or iodide; 

pseudohalogen such as thiocyanate or cyanate; 

perchlorate; 

15 CpCe carboxylate such as formate, acetate, propionate, butyrate, lactate, pyruvate, 
maleate, jumarate or oxalate; 

nitrate; 

C2-C6 carboxylate substituted by one or more halogen atoms such as trifluoroacetic 
' acid; 
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CpCe alkyl sulfonate substituted by one or more halogen atoms such as 
trifluoromethane sulfonate (triflate); 

tetrafluoroborate BF4'; or 

phosphorus hexafluoride PFe". 

5 The above halogen substituents are preferably fluoro. 

The anion of the ionic liquid solvent is preferably selected among those providing a 
hydrophilic ionic liquid solvent. Such anions include halogen, pseudohalogen or 
Ci-Ce carboxylate. The halogen is preferably chloride, biromide or iodide, and the 
pseudohalogen is preferably thiocyanate or cyanate. 

10 If the cation is a l-(CrC6-alkyi)-3-methyl-imidazolium, the anion is preferably a 
halogenid, especially chloride. 

A preferred ionic Uquid solvent is l-butyl-3-methyl-imidazolium chloride 
(BMIMCl) having a melting point of about 60°C. 

Another type of ionic liquid solvents useful in the present invention is an ionic 
15 liquid solvent wherein the cation is a quaternary ammonium salt having the formula 

R" 

wherein R^°, R'^ and R'^ are independently a CpCao alkyl, Ca-Cg carbocyclic or 
Ca-Cg heterocyclic group, and the anion is halogen, pseudohalogen, perchlorate, Cr 
Ce carboxylate or hydroxide. 

20 The C1-C30 alkyl group can be linear or branched and is preferably a C1-C12 alkyl 
group. 

The Cs-Cg carbocyclic group includes cycloalkyl, cycloalkenyl phenyl, benzyl and 
phenylethyl groups. 

The Ca-Cg heterocyclic group can be aromatic or saturated and contains one or more 
25 heteroatoms selected from the group consisting of nitrogen, oxygen and sulfur. 

After the depolymerization the obtained products can be separated from the solution 
by adding a non-solvent for the depolymerization products to precipitate the 
depolymerization products. The non-solvent should also be a non-solvent for the 
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ionic liquid solvent and miscible with the ionic liquid solvent. Said non-solvent is 
preferably an alcohol, such as a CrCe alkanol, for example methanol, ethanol, 
propanol or isopropanol. Also other non-solvents, such as ketones (e.g. acetone), 
acetonitrile, dichloromethane, polyglycols and ethers can be used. When 
5 appropriate for the depolymerization product, even water can be employed as a non- 
solvent. 

It is also possible to separate the obtained depolymerization products by extraction 
with a suitable solvent that is a non-solvent for the ionic liquid solvent. 

The main advantages of preferred methods of the present invention for the 
10 depolymerization of starch in ionic liquids are as follows: 

• possibility to depolymerize amylose selectively and accomplish a method to 
obtain pure amylopectin from starch 

• possibility to depolymerize starch quantitatively into monosaccharides and 
oligosaccharides having utilization both as low cost, high volume 

15 commodities and as low volume specialty chemicals 

• possiblity to fine-tune the molecular weight of starch composites, especially 
that of amylopectin 

• fast and economical depolymerization of starch 

• fast and economical separation of products by precipitating the prepared 
20 product by adding a non-solvent for the product, and further, a simple, 

energy efficient drying procedure of the products 

• possibility to separate the products by extraction with an appropriate non- 
solvent to ionic liquid solvent 

• dramatically faster depolymerization at lower temperatures by use of 
25 microwave irradiation and/or pressure 

• mild conditions, no acid or base catalyst needed 

• no enzyme necessary needed 

• possibility to reuse the ionic liquids 



4 



12 

The percentages in this specification refer to % by weight unless otherwise 
specified. 

Examples 

All depolymerization products were analyzed with GPC (Gel Permeation 
5 Chromatography, Agilent 1100 series), .employing three sequential ultrahydrogel 
columns (500, 250 and 120) and a refractive index detector. Sample concentration 
1.00 g/1, inject volimie 50 jil, flow rate 0.600 ml/min and the eluent employed was 
2.5% ACN/0. 1 M NaNOs. 

Example 1 

10 Depolymerization of native barley starch at ISO'^C 

A 150 mg (1 mmol) sample of oven dried native barley starch (Raisamyl) was 
added into ionic liquid (BMIMCl, 3 ml) and the resulting clear mixture was stirred 
30 minutes at 85°C and at 150°C for 2 hours. The pale brown reaction mixture was 
analyzed with GPC. All the starch was depolymerized into monomeric products, 
15 see Fig. 2c. 

Example 2 

Depolymerization of native barley starch at 100'' C 

A 150 mg (1 mmol) sample of oven dried native barley starch (Raisamyl) was 
added into ionic liquid (BMIMCl, 3 ml) and the resulting clear mixture was stirred 
30 mmutes at 85®C and at 100°C for 2 hours. The clear reaction mixture was 
analysed with GPC. The amylose component of the starch was depolymerized into 
monomeric products, amylopectin remaining intact, see Fig. 2b. 

Example 3 

Depolymerization of native barley starch at SS'^C 

25 A 150 mg (1 mmol) sample of oven dried native barley starch (Raisamyl) was 
added into ionic liquid (BMIMCl, 3 ml) and the resulting clear mixture was stirred 
30 minutes at 85°C. The clear reaction mixture was analyzed with GPC. The 
amylose component of the starch was almost completely depolymerized into 
monomeric products, amylopectin remaining intact, see Fig. 2a. 
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Example 4 

Depolymerization of native barley starch at 60°C 

A 150 mg (1 mmol) sample of oven dried native barley starch (Raisamyl) was 
added into ionic liquid (BMIMCl, 3 ml) and the resulting clear mixture was stirred 2 
5 hours at 60^C. The clear reaction mixture was analyzed with GPC. The GPC 
spectrum showed no changes compared to starting material spectrum. 

■ 

Example 5 

Depolymerization of native barley starch at 45^C 

A 150 mg (1 mmol) sample of oven dried native barley starch (Raisamyl) was 
10 added into ionic liquid (BMIMCl, 3 ml) and the resulting clear mixture was stirred 2 
hours at 45 °C. The clear reaction mixture was analyzed with GPC. The GPC 
spectrum showed no changes compared to starting material spectrum. 
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Claims 

4 

1. A method for depolyitierizing starch comprising mixing a starch material with 
an ionic liquid solvent to dissolve the starch, and then treating the dissolved starch 
by agitating at a temperature and for a period for time to effect depolymerization of 

5 the starch into desired depolymerization products. 

2. The method according to claim 1 wherein microwave irradiation is applied to 
assist in dissolution and depolymerization. 

3. The method according to claim 1 or 2 wherein pressure is appUed to assist in 
dissolution and depolymerization. 

10 4. The niethod according to any of claims 1 to 3 wherein the depolymerization 
temperature is at least 70*^C, preferably at least 80°C. . 

5. The method according to any of claims 1 to 4 wherein the depolymerization 
period is at least 5 minutes. 

6. The method according to any of claims 1 to 5 wherein the starch is 
15 depolymerized selectively such that the amylose of the starch is depolymerized into 

sugars and the amylopectin of the starch is retained essentially unchanged. 

7. The method according to any of claims 1 to 5 wherein the starch is 
depolymerized quantitatively such that both the amylose and the amylopectin of the 
starch are depolymerized into sugars. 

20 8. The method according to claim 1 wherein the ionic liquid solvent is molten at 
a temperature of below 200°C. 

9. The method according to claim 1 wherein the cation of the ionic liquid solvent 
is selected from the group consisting of 
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R^/R' 



R< ^R3 
Ri-# 



)— N 



rs^rs 





R7 r8 



R* 

Rl^Js^R^ 
R^+ R2 



r5 R4 
R^+^R2 



wherein and are independendy a CpCe alkyl or C2-C6 alkoxyalkyl group, and 
R^ R^ R^ R^ R^, R^ and R^ are independently hydrogen, a d-Ce alkyl, Ci-Ce 
alkoxyalkyl or Cj-Ce alkoxy group or halogen, and 

wherein the anion of tiie ionic liquid solvent is halogen, pseudohalogen, perchlorate 
or CpCe carboxylate. 

10. The method according to claim 9 wherein said cation comprises 

R3 

wherein R^-R^ are each hydrogen and R* and R^ are the same or different and 
represent CrQ alkyl, and said anion is halogen, preferahly chloride. 

1 1. The melhod according to claim 1 wherein the cation of the ionic liquid solvent 
is 

RlO-NiRl2 
Rl3 



16 

wherein R*^, R}^ and R^^ are independently a CrCao alkyl, Cs-Cg carbocyclic or 
Ca-Cg heterocyclic group and the anion of the ionic liquid solvent is halogen, 
pseudohalogen, perchlorate, CpCe carboxylate or hydroxide. 

12. The method according to claim 1 wherein the depolymerizatipn products are 
5 separated from the solution by adding a non-solvent for the depolymerization 

products to precipitate the depolymerization products. 

13. The method according to claim 12 wherein said non-solvent is an alcohol, a 
ketone, acetonitrile, dichloromethane, a polyglycol, an ether or water. 

14. The method according to claim 1 wherein the depolymerization products are 
10 separated by extraction with a non-solvent for the ionic liquid solvent. 



Abstract 

The invention relates to a method for depolymerizing 
starch comprising mixing a starch material with an ionic 
liquid solvent to dissolve the starch, and then treating the 
dissolved starch by agitating at a temperature and for a 
period for time to effect depolymerization of the starch into 
desired depolymerization products. 
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beyond the disclosure in the internationaJ application as filed, as indicated in item 4 of Box No. I and the 
Supplemental Box. 

b. □ (sent to the International Bureau only) a total of (Indicate type and number of electronic carrier(s)) , containing a 

sequence listing and;br tables related thereto, In computer readable form only, as indicated in the Supplemental 
Box Relating to Sequence Listing (see Section 802 of the Administrative Instructions). 



4. This report contains Indications relating to the following items: 

Basis of the opinion 
Priority 

Non-establishment of opinion with regard to novelty, inventive step and Industrial applicability 
Lack of unity of invention 

Reasoned statement under Article 35(2) with regard to novelty. Inventive step or industrial 
applicability; citations and explanations supporting such statement 

Certain documents cited 

□ Box No. Vil Certain defects in the international application 

□ Box No. Vlll Certain observations on the international application 
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Date of submission of the demand 



28.10.2005 



Date of completion of this report 



20.01 .2006 



Name and mailing address of the international 
preliminary examining authority: 

European Patent Office - P.B. 581 8 PatentJaan 2 

NL-2280 HV Rijswijk - Pays Bas 

Tel. +31 70 340 - 2040 Tx: 31 651 epo nl 

Fax; +31 70 340 - 301 6 



Authorized Officer 
Lensen, H 

Telephone No. +31 70 340-2428 
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Box No. I Basis of the report 

1. With regard to the language, this report is based on the international application in the language in which it was 
filed, unless otherwise indicated under this item. 

□ This report is based on translations from the original language into the following language , 
which is the language of a translation furnished for the purposes of: 

□ International search (under Rules 12.3 and 23.1 (b)) 

□ publication of the International application (under Rule 12.4) 

□ international preliminary examination (under Rules 55.2 and/or 55.3) 

2. With regard to the elements'' of the international application, this report is based on (replacement sheets which 
have been furnished to the receiving Office in response to an invitation under Article 14 are referred to in this 
report as "originally filed" and are not annexed to this report): 



Descriptloni Pages . 

1-13 as Originally filed 
Claims, Numbers 

1-14 as originally filed 
Drawings, Sheets 

1/1 as originally filed 

□ a sequence listing and/or any related table(s) - see Supplemental Box Relating to Sequence Listing 

3. □ The amendments have resulted in the cancellation of: 

□ the description, pages 

□ the claims, Nos. 

□ the drawings, sheets/figs 

□ the sequence listing (specify): 

□ any table(s) related to sequence listing (specify): 

4. □ This report has been established as if (some of) the amendments annexed to this report and listed below 
had not been made, since they have been considered to go beyond the disclosure as filed, as indicated In the 
Supplemental Box (Rule 70.2(c)). 

□ the description, pages 

□ the claims, Nos. 

□ the drawings, sheets/figs 

□ the sequence listing (specify): 

□ any table(s) related to sequence listing (specify): 

* Xf item 4 applies, some or all of these sheets may be marked "superseded. " 
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Box No. V Reasoned statement under Article 35(2) with regard to novelty, inventive step or industrial 
applicability; citations and explanations supporting such statement 



1. Statement 
Novelty (N) 



Inventive step (IS) 



Industrial applicability (lA) 



Yes: Claims 

No: Claims 

Yes: Claims 

No: Claims 

Yes: Claims 

No: Claims 



1-14 
6, 9-11 

1-5, 7-8. 12-14 
1-14 



2. Citations and explanations (Rule 70.7): 



see separate sheet 
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Re Item V 

* ■ 

Reasoned statement with regard to novelty, inventive step or industrial applicability; 
citations and explanations supporting such statement 

1) . Reference is made to the following documents: 
D1 :JP-A-01 225601 

& PAJ Volume 13, no. 549 (C-662) 
D2 : US-B 1-6250721 

D3 : Joumal of the American Chemical Society, 2002, Volume 124, pages 4974-4975 

2) . Art. 33(2) PCT : 

The present application meets the criteria of Article 33(1) PCT, because the subject-matter 
of claim 1 is new in the sense of Article 33(2) PCT. 

No document of the available prior art discloses unambiguously the depolymerization of 
starch, dissolved in an ionic liquid. 

3) Art. 33(3) PCT : 

The present application does not meet the criteria of Article 33(1) PCT, because the 
subject-matter of claim 1 does not involve an inventive step in the sense of Article 33(3) 
PCT. 

The document D1 is regarded as being the closest prior art to the subject-matter of claim 
1 , and discloses a depolymerization process of starch by microwave heating in the 
absence of an acid or a base catalyst and without an enzyme. 

The subject-matter of claim 1 therefore differs from this known process in that the starch is 
dissolved In an ionic liquid solvent. 

The problem to be solved by the present invention may therefore be regarded as to 
provide a new process for the selective and quantitative depolymerization of starch. 
The technical features of temperature and time are not specified and are in claim 4 and 5 
generally known features in the technical filed of preparing glucose by hydrolysis of starch. 
The method is also directed to the quantitative depolymerization of starch into sugars only. 
The solution proposed in claim 1 of the present application cannot be considered as 
involving an inventive step (Article 33(3) PCT) for the following reasons. 
D2 gives an clear suggestion that starch is degraded in an ionic liquid (see column 5, lines 
14-16 and line 35. The skilled person would easily consider the degradation as a form of 
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depolymerization. 

D3 discloses the dissolution and decomposition of cellulose with ionic liquids. 
The hydrolysis of cellulose is for the skilled person a neighbouring technical field which he 
can consult easily for solving the problem posed. Cellulose is indicated as a biorenewable 
material and starch is also known as being biorenewable. In D3 the assistance of 
microwave heating is also emphasised as being beneficial. 

The skilled person would easily find an incentive in D2 and/or D3 to adapt the teaching of 
D1 and come to something which falls within the temns of the claims of the present 
invention. 

4) . Dependent claims 2-5,7-8,12-14 do not contain any features which, in combination with 
the features of any claim to which they refer, meet the requirements of the PCT in respect 
of inventive step, see documents D1-D3 and the corresponding passages cited in the 
search report. 

5) . The subject-matter of claim 6 and 9-1 1 involves an inventive step for the following 
reasons. 

The skilled person has no hint from the available prior art to selectively depolymerize 
starch into amyiopectin and sugars. 

Moreover the skilled person can find no incentive to select specific ionic liquid solvents as 
defined in the claims 9-1 1 in the process of the depolymerization of polysaccharides such 
as starch. 
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